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Examiner: Irina S. Zemel 

Confirmation #4655 

Art Unit: 1711 

Attorney Docket 
No. 

922 0 USA-NONP 



Commissioner for Patents 
P. O. Box 1450 
Alexandria, VA 22313-1450 

I, Paul Edward Arch, hereby declares as follows: 

1. I am a co-inventor of the invention described 

and claimed in the above -captioned application. 



2. I am currently employed by NOVA Chemicals Inc. 
in the capacity of Research Fellow. 

3. I received a [degrees and institutions and 
dates degrees received] 

December 1999: University of Pittsburgh, Master of 
Science in Materials Science 

December 1987: Drexel University, Master of Science 
in Chemical Engineering 
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May 1975: Carnegie Mellon University, Bachelor of 
Science in Chemical Engineering 

5. I am a member of the following professional 
societies : 

Expandable Polystyrene Molders Association (EPSMA - 
see www . epsmolders . org) 

ASTM International ASTM - (see www.astm.org) 
Society of Plastics Engineers (SPE - see 
www, 4spe , org) 

6 . I have worked in the area of expandable 
polystyrene polymers for the past 24 years. At the 
time the invention was made I was a Sr. Development 
Engineer. I am also a named inventor on four U.S. 
Patents: 4,798,749; 4,853,445; 4,840,759; and 

6, 908, 949. 

7. In connection with the above -captioned 
application, I have carefully studied and reviewed 
U.S. Patent Application Serial No. 10/021,716, 
including the amended claims set forth in the 
attached Amendment; and the Final Office Action dated 
April 6, 2005, including the Examiner's rejection of 
Claims 1-26 and 49 as being anticipated by or in the 
alternative as being obvious over WO 00/15703 to NOVA 
Chemicals . 

8. After reviewing this Final Office Action and 
the WO 00/15703, it is my well-considered opinion 
that claims 1, 3-26 and 4 9 in their amended form are 
not anticipated by WO 00/15703, and that the 
particles disclosed in WO 00/15703 are not inherently 
capable of being expanded to the claimed density in 
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any conventional equipment at any conventionally used 
conditions. More specifically, the particles 
disclosed in WO 00/15703 containing less than 2 . 0 wt 
% blowing agent, e.g. pentane, cannot be expanded to 
form foam articles with a bulk density ranging 
between about 0.50 pounds per cubic foot (8.0 
kilograms per cubic meter) and 6.0 pounds per cubic 
foot (96.1 kilograms per cubic meter) without further 
impregnating these particles with an additional 
amount of blowing agent prior to further 
expansion/molding of the particles to form the foam 
articles. The evidence that was generated confirms 
this position. 

9. On June 23, 2 005, a work request was issued to 
perform experimental work in the lab at NOVA 
Chemicals Inc. in order to generate data to 
differentiate the inventive particles from the 
particles of WO 00/15703. From this data, expansion 
performance would be able to be predicted for the 
particles of the cited art containing 2.0 percent by 
weight pentane and for the particles of the invention 
containing greater than 2.5 percent by weight 
pentane. In this way, it could be demonstrated that 
the inventive particles could be processed using 
conventional equipment, while the particles of the 
cited art could not be processed using conventional 
equipment , 

10. Between June 23, 2005 and July 22, 2005, pre- 
nucleated particles, i.e. particles that were 
previously pre-expanded to less than 3 times their 
original density, which may represent both the foamed 
particles of the invention and the particles of WO 
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00/15703 were aged in a draft oven at approximately 
48 "'C over a period of about 10 to 17 days in order to 
produce particles with varying pentane levels ranging 
from 2.07 to 2.68 weight percent. The ob j ective. was 
to then determine the relative expandability of 
particles at pentane levels of 2.07 percent up to 
2.68 weight percent. These particles were then pre- 
expanded further in a lab scale expander under 
atmospheric conditions. Exhibit A is an x-y plot of 
the actual expansion data for bulk density vs. steam 
time for particles containing 2.07, 2.17, 2.50, and 
2.68 percent by weight pentane in the lab scale 
expander. As can be seen, the curve for the bulk 
density of the particles containing 2.07 percent 'by 
weight pentane is shifted upward to relatively very 
high bulk densities i.e., to about 16 to 22 pound per 
cubic feet . 

11. The bulk density and steam time for the 
particles containing the various weight percents 
pentane in Exhibit A was then used to prepare a Y-hat 
Interaction Plot Model using a multi -dimensional 
regression analysis. This was done using Six Sigma 
software from Air Academy Associates. (See 
www . ai racad . com ) Exhibit B illustrates the Y-hat 
model for the two extremes of pentane content tested, 
i.e. 2.07 percent by weight and 2.68 percent by 
weight. In general, a multi -dimensional regression 
analysis is a statistical tool used to model 
experimental data and to determine the effects and 
interactions of various process variables upon a 
response (the so-called ^^Y-hat) of interest. In this 
case, the lab scale expandability, as measured by the 
final bulk density in pounds per cubic foot, was 
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modeled as a function of pentane levels and steam 
time. The lower the bulk density, the lighter the 
final foam particles, and the better the 
expandability. For example, from the regression that 
was created: Assuming that 180 seconds in the lab 
scale expander is equivalent to a reasonable steam 
time in a pressurized batch expander on a commercial 
scale, the regression relates expanded density at 180 
seconds steam time to total pentane level. By 
extrapolating, several additional data points were 
generated to produce the two curves in Exhibit B. 
Curve A represents particles containing 2.07 percent 
by weight pentane (cited art) and Curve B represents 
particles containing 2.68 weight percent pentane 
(invention) . 

12. Exhibit C is a Y-hat surface three-dimensional 
plot of density and steam time for all the various 
pentane levels. This plot was also generated via the 
same multi -dimensional regression analysis used to 
generate Exhibit B. As can be seen, there is a 
significant difference in density potential between 
the particles containing 2.07 percent by weight 
pentane and the particles containing 2.68 percent by 
weight pentane. It should be noted that there is. not 
a linear relationship, i.e. direct correlation, 
between pentane level and achieved bulk density, e.g. 
at a fixed steam time. For example, at about 180 
second steam time, about a 23% reduction in pentane 
level (from about 2.68% down to 2.07%) gives a much 
higher reduction in expandability or increase in bulk 
density of about 73% (from about 3.7 pounds per cubic 
foot to about 13.8 pounds per cubic foot). This 
would not be expected or predicted. There is a 
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^^cliff" at which expandability drops off very quickly 
("exponentially") as the pentane level is reduced. 

This is shown in that the three-dimensional plot is 

curved and not flat . 

13. While the particles containing 2.07 percent by 
weight pentane cannot be expanded to a practical 
useful density with conventional equipment, the 
particles equal to or containing greater than 2 . 5 
percent by weight pentane can be used to produce pre- 
puff at densities useful for some real world 
applications. That is, the acquired final densities 
for the particles containing 2.68 weight percent 
pentane ranged from about 12 pounds per cubic feet to 
2.0 pounds per cubic feet over steam times of about 
60 to 300 seconds; whereas, the acquired final 
densities for the particles containing 2.07 weight 
percent pentane ranged from about 2 2 pounds per cubic 
feet to 14 pounds per cubic feet over this same steam 
t i.me range . 

14. As an example of commercially useful 
polystyrene foams. Exhibit D is literature produced 
by ASTM entitled ^^Standard Specification for Rigid, 
Cellular Polystyrene Thermal Insulation" which on the 
bottom of page 2 in the last four right hand columns 
the required density for expandable polystyrene 
particles ranges from 1.80 to 3.00 pounds per cubic 
feet. These values represent those densities used in 
real world applications, whereas the higher densities 
for the particles of the prior art shown in Exhibits 
A, B, and C (less than 2.5 weight percent pentane) 
essentially have no real world applications. 
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15. The mathematical regression model used to 
generate Exhibits B and C was: 

D = 0.0002089(t)' - 0.11547(t) - 16.662(p) = 
62 . 354 

Where D = pre -puff density in pcf 
t = steam time in seconds 
p = particle pentane level in weight 

percent 

The regression table is shown in Exhibit E, As 
mentioned herein above. Six Sigma Modeling Techniques 
were used. There is an excellent fit of data as 
shown by a correlation coefficient r' of 0.9262. 
This indicates the experimental data are very well 
fitted by the model developed. A ''high" is an 
indication of a "good" model, which presents the data 
well, which can be used to predict performance, e.g. 
foam expandability, within the region of interest and 
investigation . 

16. Exhibits A, B, and C show that the particles 
having a weight percent pentane of less than 2.5 
produce densities in the range of 22 to 14 pounds per 
cubic feet which have no real world applications. 
These particles require that an additional amount of 
blowing agent be impregnated into the particles 
and/or that special equipment be used to produce 
densities that are useful in applications such as 
packaging, cup, and block. In contrast to this, the 
particles of the invention contain enough blowing 
agent such that the lower required densities are 
readily attained for packaging, cup and/or block 
applications in conventional equipment. 

17. I declare further that all statements made 
herein of my own knowledge are true and that all 
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statements made on information and belief are 
believed to be true; and further that these 
statements are made with the knowledge that willful 
false statements and the like so made are punishable 
by fine or imprisonment or both, under Section 1001 
of Title 18 of the United States Code and that such 
willful false statements may jeopardize the validity 
of the application or any patent issuing thereon. 




Paul Edward Arch 




Date 



Attachments : 



Exhibits A-E 
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Density, pcf 



° 2.07 - 
2.103888889-] 

2.171666667 
2.205555556 
2.239444444 
2.273333333 -j 
2.307222222 
2.341111111 

2.375 ~ 
2.408888889 
2.442777778 
2,476666667 
2.510555556 
2.544444444 
2.578333333 
2.612222222- 
2.6461 11111 
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Designation: C 578 - 05 



MTERNATIONAL 



Standard Specification for 

Rigid, Cellular Polystyrene Thermal Insulation' 

This suuKkircl is issued under (he fixed dcsigiKilion C 578; Ihc number immediately folJowinn Uk- dcsi.naiioP. indiL-ucs d.c vvir of 
(.nLMn:d adoption or. tn Ihe case oC fevision. the year of lost revision. A number in parcntheserindicatcs ihc veai oC last ivaporovM > 
Mipctscnpi vpsil<.n lc» mdicates an cditoriiil change since (he revision or reapproval. " ' 

This Momhini has hccn oprrovcc} for use hy aiicncies of the Dc/jarfment of Defense. 



I. Scope 

I . i This specif icati on- covers the types, physical properties, 
and dimensions of cellular polystyrene intended for use as 
thermal insulation for temperatures from -65 to +165**F (-5^ 9 
to +73.9-^C). 

l.l.I For Type XMI only, this specification covers the 
physical properties, and dimensiojis of cellular polystyrene 
intended for use as thermal insulation for temperatures from 
-297 to +165"^F (-KS3 to +73.9°C), 

1.2 Consult the manufacturer for specific recommendations 
and properties in ci^ogenic conditions. 

1 .2.1 This specification does not cover cryogenic properties 
except for the k-factors for Type XIII in Appendix XI. For 
Type Xfl! in specific cryogenic applications, the manufacturer 
and purchaser shall agree upon the actual temperature limits 
and physical property requirements in addition to tiie k-factors 
in Appendi x X I . 

1 .3 The use of thermal insulation materials covered by this 
specification may be regulated by building codes that address 
tire performance. For some end uses, specifiers should also 
address the effect of moisture. Guidelines regarding these end 
use considerations are included in Appendix XI. 

1.4 The values stated in inch-pound units are to be regarded 
as the standard. The values given in parentheses iu*e provided 
for information only. 

1 .5 ThLs .siamUu'd does not purport to address all of the 
safely concerns, if any. associafed with its use, 1/ is the 
responsibility of the user of this standard to establish appro- 
priate safety and health practices at]d detennine the applica- 
bility of regulatory limitations prior to use. 



'This .speciftcation is under ilie junsdiction of ASTM Committee CI 6 on 
Tliermal Insulation and is the dircci responsibility of Subcommittee C 16.22 on 
Organic and Nonhomo«,»eneou.s Inorganic Thermal Insulations. 

Current edition appixived June I, 2(K)5. Published June 2005. Originally 
approved in 1905. Last previous edition approved in 2004 as C 578 - 04a. 

- This specificaiion is similar to ISO 4X9S-I984, "Cellular Pla-stics— 
Specification Im- Rigid Cellular Materials Used in the Thermal Ttisulation of 
Buildings. " in liilc only. The .scope luid technical content significantly dilVerent. 

ISO standards are available iVoin ANSI. 25 \V. 4^n\ St.. 4th Floor, New York NY 
10036. 



2, Referenced Documents 

2.1 ASTM Standards: 

C 165 Test Method for Measuring Compressive Properties 
of Thermal Insulations 

C 168 Terminology Relating to Thermal Insulation 

C 177 Test Method for Steady-State Heat Flux Measure- 
ments and Thermal Transmission Properties by Means of 
the Guarded-Hot- PI ate Appziratus 

C203 Test Methods for Breaking Load and Flexural 
Properties of Block -Type Thermal Insulation 

C 272 Test Method for Water Absorption of Core Materials 
for Structural Sandwich Constructions 

C 303 Test Method for Dimensions and Density of Pre- 
formed Block- and Broad-Type Thermal Insulation 

C 335 Test Method for Steady-State Heat Transfer Proper- 
ties of Horizontal Pipe Insulation 

C 390 Practice for Sampling and Acceptance of Preformed 
Thei-mal Insulation Lots 

C 518 Test Method for Steady-State '^iliermal t ransmission 
Properties by Means of the Heat Flow Meter Apparatus 

C 550 Test Method for Measuring Trueness and Squareness 
of Rigid Block and Board Thermal Insulation 

C S70 Practice for Conditioning of Thermal Insulating Ma- 
terials 

C 1045 Practice for Calculating Thermal Transmission 
Properties Under Steady-State Conditions 

C 1058 Practice for Selecting Temperatures for Evaluating 
and Reporting Themial Properties of Thermal Insulation 

C 1 1 14 Test Method for Steady-State Thermal Transmission 
Properties by Means of the Thin-Heater Apparatus 

C 1303 Test Method for Estimating the Long-Term Change 
in the Thermal Resistance of Unfaced Rigid Closed Cell 
Plastic Foams by Slicing and Scaling Under Controlled 
Laboratory Conditions 

C 1 363 Test Method for the Thermal Performance of Build- 
ing Assemblies by Means of a Hot Box Apparatus 



•^For referenced ASTM standards, visit ihc ASTM wcbsiic. \\ \\v..;\sun.«.ii:. or 
contact ASTM Customer Sen-ice at servicefe^sastm.or*:. 1-or Annual l;«"'k .^STM 
Standards volume information. u-IVr to tlx- standard's D»x:umcui Suinnuir\' pasje on 
the ASTM website. 



Copyright <& ASTM hViemationai. 100 Barr Harbor Drive. PC Bo.x 0700. West Gonshohocken. PA 19428-2959. United States. 



Copyright by ASTM Int'l (all rights reserved); 

Reproduction authorized per License Agreement with NOVA Chemicals: Wed Jun 22 08:25:55 EDT 2005 
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lerms Relating to 



r> I6(H> '( erminoh.jgy t'ur Abbreviated 
Plastics 

D JC)2I 1e^l Method for Compressive Properties of Rigid 

Cellular Plastics 
D 1622 Test Method tor Apparent Density of Rigid Cellular 

Plastics 

D 1 1 26 Test Method for Response of Rigid Cellular Plastics 
to Thermal and Humid Aging 

D 2863 Test Method for Measuring the Minimum Oxygen 
Concentration to Support Candle-like Combustion of Plas- 
tics (Oxygen Index) 

E 84 Test Method for Surface Burning Chai-acteristics of 
Building Materials 

E 96 Test Methods for Water Vapor Transmission of Mate- 
rials 

E 176 Terminology of Fire Standards 
3. Terminology 

3.1 Defiuitiom^: 

3.1.1 Terms used in this specification are defined in Termi- 
nology C 168. 

3.L2 Terms used in this specification that relate to fire 
standards are defined in Terminology E 176. 

3.2 DeJ'n lit ions <>/ Terms Specijic to This Standard: 

3.2.1 RCPS — letter designations for the rigid cellular poly- 
styrene thermal insulation classified by this specification that 
identifies the product as rigid cellular polystyrene. 

3.2.2 PS — used in this specification to represent polystyrene 
in accordance with Terminology D 1600. 
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4. Classification 



4.1 This specification covers types of r<CPS thermal insu- 
lations currently commercially avaihiblc as described by the 
physical property requirements in Tabiv. i. 

5. Ordering Information 

5.1 Acquisition documents shall specify the following: 

5.1.1 Title, number, and year of this specification, 

5.1.2 Type (see Table 1), 

5.1.3 /?-vaiLie or thickness required (see Table.-- i and 2), 
5.1.3. 1 Thennal Resisiance/Tliickncss Re!ati<>ns!up The 

thermal resistance CA'-value) and the thermal resistivity ('A*- 
value/inch) of RCPS thermal insulation may vary with tliick- 
ness. Therefore, when ordering, specify the A-vulue or the 
thickness, or both. For additional information, see Practice 
C 1045. 

5.1.4 Density, if other than .specified in Table I. 

5.1.5 Tolerance, if other than specified (see S.2). 

5.1.6 Length and width required (see Table 2 and 8.1), 

5.1.7 If other than straight edges arc required (sec K.3), 

5.1.8 If either ship-lap or tongue-and-groove edges are 
required (see 8.6), 

5.1-9 Tapered Insulation — special ordering information. In 
addition to other applicable requirements in Section 5 (Note I ), 
acquisition documents for tapered RCPS thermal insulation 
shall specify the following: 

5.1.9.1 Minimum starting thickness, 

5.1.9.2 Slope, in./ft (nim/m), 



TABLE 1 Physical Property Requirements of RCPS Thermal Insulation 

^, ' -;J^he values for properties listed in this table may be affected by the presence of a surface skin which is ii result of ihe ninnuf;iciunn» process. 

The values lor Type XllI properties listed in this table must be generated on material with the surface skin removed. Where products are lesled with 
Skins-jn-place. this condition shall be noted in the test report. 

Nfjrrii 2 — Type III has been deleted because it is no longer available. 

Note 3 — Classifications are used to cross-reference Fed. Spec. HH-1-524C (see XI. 7.1). 

Not,; ^— In addition to iheihermai resistance values in Tcible I . values at mean temperatures of 25 ± 2'^ {-4 ± I"C),40± l^F {A - W) and ilO 
± 2''F f43 :l- rC) are provided in XI.8 for information purposes. 

N(yrh 5— For Type XUl, in addition lo the Thermal resistance property requirements shown in Table I, 
properly values shown for informational purposes in Table XI. 2 of Appendix XI. 



there are Appareni Thermal Cnnduclivily 



Classification 



Compressive resistance at 
yield or 1 0 % deformation, 
whichever occurs first 
(with skins intact), min. psi 
(kPa) 

Thermal resistance of 1 .00-ln. 
(25.4-mm) thickness, min. 
F.ft^-h/Btu (K-m-/W) 
Mean temperature; 

75 ' 2* F (24 • rC) 3.10 
(0.55) 

Rexural strength, min. psi fkPa) 10.0 

(70) 

Water vapor permeance of 5.0 
1.00-in. (25.4-mm) thickness. (287) 
max. perm (ng/Pa s m'^') 
Water absorption by total 4.0 

Immersion, max. volume % 
Dimensional stability (change 2.0 

in dimensions), max.% 
Oxygen index, min, volume % 24.0 
Density, min. Ib/ft^(kg/m^) 0.70 
(12) 



Type 


Type 


Type 


Type 


Type 


XI 


1 


VIM 


Xlt 


X 


5.0 


10.0 


13.0 


15.0 


15.0 


(35) 


(69) 


(90) 


(104) 


(104) 



Type 
II 



15.0 
(104) 



Type 


Type 


Type 


Type 


Type 


Type 


Type 


xni 


IV 


IX 


VI 


XIV 


VII 


V 


20.0 


25.0 


25.0 


40.0 


40.0 


60.0 


100.0 


(138) 


(173) 


(173) 


(276) 


(276) 


(414) 


(690) 



3.60 


3.80 


4.60 


5.00 


4.00 


3.86 


5.00 


4.20 


5.00 


4.20 


5.00 


5.00 


(0.63) 


(0.67) 


(0.81) 


(0.88) 


(0.70) 


(0.68) 


(0.88) 


(0.74) 


(0.88) 


(0.74) 


(0.88) 


(0.88) 


25.0 


30.0 


40.0 


40.0 


35.0 


45.0 


50.0 


50.0 


60.0 


60.0 


75.0 


100.0 


(173) 


(208) 


(276) 


(276) 


(240) 


(310) 


(345) 


(345) 


(414) 


(414) 


(517) 


(690) 


5.0 


3.5 


1.5 


1.5 


3.5 


1.5 


1.1 


2.5 


1.1 


2.5 


1.1 


1.1 


(287) 


(201) 


(86) 


(86) 


(201) 


(86) 


(63) 


(143) 


(63) 


(143) 


(63) 


(63) 


4.0 


3.0 


0.3 


0.3 


3.0 


0.5 


0.3 


2.0 


0.3 


2.0 


0.3 


0.3 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


2.0 


24.0 


24.0 


24.0 


24.0 


24.0 


24.0 


24.0 


24.0 


24.0 


24.0 


24.0 


24.0 


0.90 


1,15 


1.20 


1.30 


1.35 


1.60 


1.55 


1.80 


1.80 


2.40 


2.20 


3.00 


(15) 


(18) 


(19) 


(21) 


(22) 


(26) 


(25) 


(29) 


(29) 


{3S) 


(35) 


{**8) 
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(25.4-inrn) thickiicrss or ^aeater shall be 0.50 ± 0.06 in. (12.7 
± 1.5 mm). For RCP.S thermal insulation less than 1.00 in. 
(25.4 mm) in ihickness. tiie minimum widtli of the cut shall be 
0.25 ± 0.06 in. (0.4 ± i .5 nmi). The shii>Jap cut shall be made 
on opposite faces of tiie hoard for both length and width. The 
resulting joint shall be smooth and uniform. 

8.6.2 For RCPS thermal insulation manufactured with 
tongue-and-groove edges, the tongue of one shall tit snugly 
into the groove of a second. The resulting joint shall be smooth 
and uniform. 

9. Workmanship, Finish, and Appearance 

9. 1 Defects — RCPS thermal insulation shall have no defects 
that will adversely affect its service qualities. RCPS thermal 
insulation shall be of uniform texture and free of foreign 
inclusions, broken edges and corners, slits, and objectionable 
odors. 

9.2 Crushing and Depressions— RCVS thermal insulation 
shall have no crushed or depressed areas on any surface 
exceeding 0. 13 in. (3.3 mm) in depth on more than 10 % of the 
total surface area. 

9.3 The total number of voids on the board surface shall not 
exceed an average of 1 per squme foot with dimensions larger 
than 0.13 by 0.13 by 0.13 in. (3.3 by 3.3 by 3.3 mm). 

10. Sampling 

iO.l \Jn\tt^^ otherwise specified in the purchase order or 
contj-act, the material shall be sampled in accordance with 

Practice C .^90. 

11. Test Methods 

11.1 Condi tkmm}> and Af^ing: 

1 1.1.1 Samples shall be conditioned as required by the test 
method to either preconditioned moisture equilibrium or con- 
ditioned moisture equilibrium, using procedures defined by 
Practice C 870. Samples shall be held at equilibrium conditions 
until they are transfeired into the testmg equipment. Samples to 
be used for density test, dimensional stability test and water 
vapor transmission test shall be conditioned at 73.4 ± 4**F (23 
± 2*C) and 50 ± 5 % relative humidity for a minimum of 40 
h prior to the start of tests. Samples to be used for the 
compressive resistance test, oxygen index test, water absorp- 
tion test, flexural strength test, and thermal resistance test shall 
be conditioned as specified in the applicable test procedure. 

11.1.2 RCPS thermal insulations that incorporate a blowino 
agent other than air or pentane shall be aged for either 90 days 
at 140 ± 2^F (60 ± l°C) or six months at 73.4 ± 4'='F (23 ± 
2''C) and 50 ± 5% relative humidity prior to conditioning and 
thermal resistance testing. .Air circulation shall be provided so 
that all surfaces of the insulation are exposed to the suixound- 
ing environmental conditions. 

11.1.3 Where boards are tested with skins-in-place, this 
condition shall be noted in the test report. 

11.2 Dimensions and Density — Test in accordance with Test 
Method C 303 or Test Method D 1622. 

11.3 Trueness and Squareness — Test in accordance with 
Test Method C 550. 

11.4 '/'hernial Resistanee — Test in accordance with Test 
Methods C 1 77, C 5 1 8. C 1 1 1 4, C 1 363 or Practices C 1 045 or 



C 1058. Tests shall be conducted with a temperature differen- 
tial of 40 ± 2'F (22 ± IX'). In case of dispule.'le.sj Method 
C 177 shall be the referee method. The mean temperature for 
thermal resistance testing shall be 75 1: 2"F (24 ± I C). 

NOTK 3— Thermal resi-siaiue vaiiies in Tuhh- j csuibiisli the b,isi,s Tor 
detemiining compliance vviih ihi.«; speL-iIicaiii.tn and are tested under the 
Iab<.)raiory conditions specified herein. However, when an e.siinuiie of the 
long term thermal i-esistance (UTR) value ai' :i cellulur pla.siic in.suUition 
manufactured with a blowing agent (other ihan airi intended lo be retained 
for a peridd longer than ISO ilays i.s tle.sired. Te.si Metlu»d I may be 
used. The LTTR value depend.s (^n material thickness. Therelbre. when 
requested by a purchaser and agreed to by the seller, the LTTR value shaH 
be determined and reported for a .specific product ihickneNs. 

11.4.1 Test Method C 335 may be applicable to insulation 
used in pipe applications. 

11.5 Compressive Resistance — Test in accordance with Test 
Method C 165, Procedure A, at a crosshead speed of 0.1 
in./min/in. of thickness (100 mm/min/m) at yield or 10% 
deformation, whichever occurs first (with skins intact), or test 
in accordance with Test Method D 1 62 1 . Five Specimens are to 
be tested. For anisotropic iriaterials (for exatnple. extruded 
insulation), specimens are to be equally spaced specimens in 
the cross machine direction of the boartl. The average com- 
pressive resistance for the Hve specimens tested is to be 
reported, 

1 1 .6 Flexural Strength — ^Test in accordance with Test Meth- 
ods C 203, Method 1, Procedure A. All test specimens shall be 
1.00 ± 0.06 in. (25.4 ± 1.5 mm) or less in thickness. For 
samples less than or equal to 1 .00 ± 0.06 in. in thickness (Note 
2), cut test specimens from sampies keeping both oiiginal 
major surfaces intact. If skins tue present on only one major 
surface, test specimens with that suiface in tension. For 
samples of greater thickness, trim test specimens to 1.00 ± 
0.06 in. thickness retaining one original major surface. Speci- 
mens shall be tested with the original major suiface in tension. 
For anisotropic products run the tests for both the length and 
cross directions of the sample. Report the average of these two 
series of tests as the value for flexural strength" 

1 1.6.1 Specimens less than 1.00 ± 0.06 in. (25.4 ± (.5 
mm) in thickness are capable of continuing to Hex without 
specimen failure (break). In such cases, flexural strength 
testing shall be performed using thicker specimens and the 
thickness shall be noted in the test report. 

1 1 -7 Water Vapor Permeance — Test in accoidancc with Test 
Methods E 96, using anhydrous calcium chloride as the de.sic- 
cant at 73.4 ± 4''F (23 ± 2''C). 

11.8 Water Absorption — Test in accordance with Test 
Method C 272. The immersion time shall be 24 h the test 
specimens shall be 12 l^y 12 by I in. (305 by 305 by 25 mm). 

11.9 Dimensional Stahdiiy — Test in accordance with Test 
Method D2126 for 7 days (168 h) using the following 
conditions: 

Temperature, «F (X) Relative Humidity. 

158 4 (70 *: 2) 97 • 3 

-40 i 6 (-40 i 3) ambient 

11.10 Oxygen Index — Test in accordance with Test Method 
D 2863. 
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12. Inspection 

12.1 Unless nrherwise specihed. Practice C 390 shiill sov- 
ern the insjiecticui of material ("oj- conformance to inspection 
rec|iiirements. Exceptions to these recjiiirements shall be stated 
in the purchase contract. 

13. Rejection and Rehearing 

13.1 Failure to couforin to (he requirements of this specill- 
cation shall be cause for rejection. Rejection shall be reported 
10 the producer or supplier promptly and in writing. 

13.2 In the case of rejection of a shipment, the producer 
shall have the right to resubmit the lot for inspection after the 
removal and replacement of that portion not conforming to 
requirements. 

14. Certification 

14. 1 Unless othewise specified in the purchase order or 
contract. Practice C 390 shall be the basis for the certification. 
When specified in the purchase order or contract, a report of 
the test lesults shall be furnished. 

15. Product Marking 

15.1 The following shall be marked on each shipping 
container, bundle, or board: 



1 5. 1 . 1 Insulation speciricalion number, 
15.1/2 Type. 

15.1.3 Manufacturer's name <»r trademark, and 

1 5. 1.4 Thermal Properties 

15.1.4.1 R-value for all Types except XI li 

15.1.4.2 k-fiictor for Type XIII. 

15.1.5 Instructions governing the /V-value at 75' F f23.9'-'C) 
mean temperature for the thermal insulation thickness sup- 
phed, as follows: A* means the resistance to hear How: the 
higher the value, the greater the insulation power. This insula- 
tion must be installed properly to get (he marked A'-value. 
Follow the manufacturer's instructions carefully. IJ a jnanufac- 
turer\s fact sheet is no! provided with the material shipment, 
request this and review it carefully. 

1 5. 1. 5. 1 For Type XI [I, instructions governing ihe k-factor 
at 75°F (23.9''C) mean temperature for the thermal insulation 
thickness supplied, as follows: k means the apparent thermal 
conductivity: the lower the value, the greater the insulation 
power. This insulation must be installed properly to get the 
marked k-factor. Follow the mnnufacturei 's instructions eare- 
fuHy. A manufacturer's fact sheet is not required for Type XIH. 

16. Key>vords 

16.1 block/board; cellular polystyrene; foam plastic; poly- 
styrene; RCPS; rigid cellular polystyrene: thermal insulation 



APPENDIX 

(Nonniandatorj- Information ) 
XI. END-USE CONSIDERATIONS 



XI.l Combustibility Characteristics 

XI. 1.1 The fire performance of the material should be 
addressed through standard end-use fire test methods estab- 
lished by the appropriate governing documents. 

X1.2 Test Method E 84/UBC Standard No. 8-1/UL 723 

XI. 2.1 These tests do not define the hazard that may be 
presented by RCPS thermal insulation under actual fire condi- 
tions. It is retained for reference in this specification as 
laboratory test data required by some building codes. 

X1.3 Water Vapor Transmission 

X 1.3.1 Most thermal insulations function where there is 
both a temperature and moisture vapor pressure differential 
across the insulation. The water vapor permeabihty of RCPS 
thermal insulation may be a significant element to be consid- 
ered when developing the specification for the vapor retarder 
component of the thermal package for a specific end use 
condition. 

XI. 4 Water Absorption 

X 1.4.1 This characteristic may have significance when this 
specification is used to purchase material for end uses requiring 
extended exposure iv water. The water absorption of thermal 
insulations is an important property to the degree that signifi- 
cant content can degrade thermal performance. 



X1.5 Freeze/Thaw Exposure 

X 1.5.1 RCPS insulating boardstock is sometimes used in 
applications that may subject the insulation to various types of 
freeze/thaw exposure conditions. These conditicnis may vai7 
significantly in service. Exposure conditions to be considered 
include actual temperatures, liquid water availability, and 
freeze/thaw cycle frequency and duration. Boardstock integ- 
rity, as well as thermal/physical property reieniion may -be 
affected by actual end-use conditions. Consult the manufac- 
turer for specific product, insulation system, and application 
recommendations. 

Xl.<> Apparent Thermal Conductivity Values for Type 

xm 

XI. 6. 1 Apparent Thermal Conductivity (k-factor) is the 
inverse of the thermal resistance (R-value) of a 1-inch thick 
specimen. 

X 1.6.2 Determine in accordance with Sections 11.1 and 
n.4 but report Apparent Thermal Conductivity (k-factor) 
rather than Thermal Resistance. The thickness of the specimen 
shall be 1 inch (25.4 mm) for both the aging described in 
Section 11.1 and the testing described in Section I 1.4. 

XI. 6. 3 For Type XIII. the mean apparent ihennal conduc- 
tivity of the material tested shall not he greater than the 
maximum value identified in Table XI.l. The apparent thermal 
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conductiviiy of intlividual specimeiLs tested shull not be greater 
than 110 % of the maximum value identified in Table X j . | . 

X1.7 Specification C 578/HH-1-524C Cross Reference 

XI. 7.1 Federal Specification HH-1-524C was cancelled on 
Jan. 17, l9iS5. FtM' the convenience of specifiers who may have 
contracts written in terms of HH~I-524C, the following is a 
cross-reference table. Tlie letters N\A indicate that the type 
designation has been deleted because products meeting the 
requirements are no longer available. 

HH-!-524C Specification C 578 

Type Designation Type Designation 



II 
III 
IV 
V 



I 

II 
N\A 
IV 
V 



XI. 7.2 Additional type designations have been established 
since the cancellation of HH-1-524C to better define the variety 
of RCPS thermal insulations available. 

X1.8 Tiiermal Resistance Values at Additional Mean 
Temperatures 

XI. 8.1 Thermal Resisiance — ^The thermal resistance values 
below are provided for information purposes in addition to the 



thermal resistance values ai a mean {ernperature nf 75 ± 2*^F 
(24 ± r-'C) provided in laMc I of thi.s standard. 



TABLE XI .1 Type X ill, Apparent Thermal Conductivity 
PROPERTY " Type Xlli" 



Apparent Thermal Conductivity, max. BTU-ln/hr-ft^--"F (W/m-X) 
Mean Temperature; 
110*F (43.3'C) 
100-F (37.7"C) 
75°F (23.9"C) 
50'F (10.0X) 
40^F (4.4"C) 
25°F (-3.9°C) 
O'F (-17.8°C) 
-25'*F (-31 .1'^C) 
-SO'F (-4S.6*'C) 
-75'^F (-59.4°C) 
-100'F (-73.3^C) 
-150"F HOI.r'C) 
-aOCF (-128.9-C) 



0.277 (0.040) 
0.272 (0.039) 
0.259 (0.037) 
0.246 (0.035) 
0.241 (0.035) 
0.234 (0.034^ 
0.221 (0.032) 
0.212 (0.031) 
0.203 (0.029) 
0.195 (0.028) 
0.181 (0.026) 
0.152 (0.022) 
0.124 (0.018) 



Property 



TABLE XI .2 Thermal Resistance Values at Additional MeanTemperatures 



Density, min. Ib/ff'' 0.70 0.90 1.15 1 20 Tqln 7"^^^ 7TZ 

T»=r..„„» ™ ™ s s ]s. s ?.s 

(25.4-mm) thickness, min, 
F ft^.h/Btu (K-m'-'/W) 
Mean temperature: 

S> S' s S »5 S f"' w r a s s 

a, B a a. iSi ^. B, B. £1. i3i 



in mfJlnnZTf?!^! *f *f "l''!f'2'" '^^P^'^'^'S ^^Z^'^'tK of any patent rights asserted in connection ,vith any Hem mentioned 
in tins standard Users of ttus standard are expressly advised that determination of the validity of any such patent tights, and the risk 
of infnngement of such rights, are entirely their own responsibility. 7 y f y,ni>. 

This standard is subject to revision at any time by the responsible technical committee and must be reviewed every five years and 

and should be addressed to ASTM international Headquarters. Your comments will receive careful consideration at a meeting of the 
responsible technical committee, which you may attend. If you feel that your comments have not received a fair hearino vou should 
make your views known to the ASTM Committee on Standards, at the address shown below. 

n 'i'^W'/^We^ 100 Barr Harbor Drive, POBoxCJOO, West Conshohocken, PA 19428-2959 

t^^^^f t/"i^n''^<fo ofa^'^. f '"^'^ '"""^''^ ^''^'^^^ ^^'^ ^'^"^^'■^ ""^y ^^^^^"^^ contacting ASTM at the above 
address or at tylO-832-9585 (phone), 610-832^9555 (fax), or service@astm.org (e-mail): or through the ASTM website 
(www.astm.org). 



Copyright by ASTM hif I (all rights reserved); 

Reproduction authorized per License Agreement with NOVA Chemicals; Wed Jun 22 08:25:55 EDT 2005 



( 



Exhibit E 
Regression Table 



Y-hat Model 




Density, pcf 






0) 


Factor 


Name 


Coeff 


P(2 Tail) 


Tol 


Activ 


Const 


8.767 


0.0000 






A 


Time, sec 


-4.831 


0.0000 


1 


X 


B 


C5 


-5,082 


0.0000 


1 


X 


AA 


3.008 


0.0059 


1 


X 




Adj 
Std Error 
F 

SigF 
Plof 
Sig Flop 


0.9262 
0.9104 
1.8533 
58.5544 
0.0000 

NA 

NA 




Source 


88 


df 


MS 






Regression 


603.3 


3 


201.1 






Error 


48.1 


14 


3.4 






Errorpure 


NA 


0 


NA 






ErrorLOF 


NA 


0 


NA 






Total 


651.4 


17 







